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PROCESSES
Soldering

JEWELRY & ENAMELING

JOINING THE CENTRAL FIGURES,
WIRES, AND SOLID ORNAMENTS

Solder 28 to the man.

Solder 20 and 28 to the animal.

Solder 26 to 25.

Solder 24 to 25.

Solder 12, 24, 25 to 21.

Solder 17 at X.

Solder 22 to 23.

Solder 19 to 23.

Solder 28 to 19.

Solder 19 to 14.

Pickling
Cleaning

Polishing

Coloring
p. 72

Stone setting
p. 16.5

FINISHING

Clean in pickle.

Remove any excess solder with file, scraper, or
scotch stone.

Buff all surfaces. Use tripoli cake with felt or
bristle buffing wheel to remove marks of the file
or scotch stone.

Wash in a warm solution of soda, ammonia,
and water to remove oil.
Polish with rouge stick and muslin buffing
wheel.

Wash in solution of soda, ammonia, and water.
Color the silver with potassium sulphide so-
lution.

Remove excess color with whiting.
Polish with chamois cloth, or muslin or cotton
buffing wheel.
Set the stone.